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Title: SILICON NITRIDE CERAPIIC BODIES 

The invention relates to silicon nitride ceramic 
bodies and a method of manufacturing such bodies. 

It 1b knoun to provide ceramic bodies of a nan- 

5 porous ceramic material containing a reaction product 

of silicon, aluminium, oxygen and^nitrogen by sintering. 
Due to the formation of an intergranular . glass phase, 
uhich is of lou strength at elevated temperature, it is 
necessary uith such products to sinter under pressure, 

10 or to hBat treat the sintered product to obtain good 
high-temperature strength. These methods are 
inconvenient, require a large amount of energy and 
typically can take a day or so to produce a product 
having high strength at elevated temperatures. 

15 The present invention seeks to provide a method of 

making a ceramic body, and/a ceramic body made by the 
method, permitting the use jbf ' pressures at or about 

. " • 

atmospheric, the body having high etrength at elevated 
temperatures. • • ^r^,^" -vT ^r / 

20 The present invention provides a method of making 

a ceramic body by sintering a compact containing 
silicon nitrida and one or more oxide sintering aids 
selected from the group comprising the oxides of magnesium, 
yttrium, chromium, molybdenum, iron, manganese, tungsten, 

25 cobalt, vanadium, uranium, nickel, titanium, hafnium, 
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zirconium, niobium and tantalum. 

Preferably the body is produced by forming a 

compact from a mixture of silicon nitride pouder and 

onB or more of said oxide sintering aids end sintering 

thB compact. Alternatively the body may be produced ' 

by forming a compact from a mixture of silicon and one 

or more of said sintering aids, heat treating thB 

compact in a nitrogen-containing atmosphere to produce 

a reaction-bonded silicon nitride composite and 

■ 

sintering the composite. 

Thus the invention also provides a method of making 
a ceramic body by forming a compact of silicon pouder 
and one or more oxide sintering aids selected from the 
group comprising the oxides of magnesium, yttrium, 
chromium, molybdenum, iron, magnanese, tungsten, cobalt, 
vanadium, uranium, nickel, titanium, hafnium, zirconium, 
niobium and tantalum, heating the compact in the presence 
of nitrogen to form a reaction-bonded silicon nitride 
composite and then sintering the composite to form the 
ceramic body. 

Preferably the sintering aids are present in an 
amount such that the total oxygBn content *>f the 
sintered body, or of the reaction-bonded composite, 
including any oxygen derived from impurities or 
contaminants, is in the range 3-7^ and preferably 4-7^ 
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by ueight. The sintering aid(s) are preferably present 
in amounts such that the total oxygen content is in the 
range 4-7£ by ueight, desirably 5-6% by ueight, and 
most preferably 5.'5£ by ueight. 

Preferably at least one of the group of sintering 
aids comprising magnesium oxide, yttrium oxide and 
chromium oxide is included. Desirably tuo and most 
preferably all three are included. Yttrium oxide is 
preferably present in an amount of 0.1-12JS, desirably 
4-12JJ, by ueight, magnesium oxide is preferably present 
in an amount of 0.1-5* by ueight, and chromium oxide 
in an amount of 0.1-3^ by ueight. 

The total amount of the sintering aid(s) is 
preferably 0.1-20^ of the ueight of the aids plus 
15 silicon nitride. 

The sintering is preferably carried out in a 
substantially oxygen-free atmosphere, for example an 
atmosphere of nitrogen (90%) and hydrogen (10$S). This 
nitrogen-rich atmosphere may be provided by carrying 
20 out the heating in a pouder bed capable of supplying 
nitrogen after formation of the body by pressing or 
some other shaping process to a desired shape. The • 
bed is preferably composed of silicon nitride, boron 
nitride and magnesium oxide, desirably substantially 
25 in the proportion 50:40:10 by ueight respectively . 
The bed may advantageously be contained in an inert 
crucible. 
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The sintering is preferably carried out at betueen 
1200°C and 1800°C, preferably about 17QQ°C. The firing 
time may be about twenty minutes to about five hours, 
typically about tuo hours. Uhere a silicon nitride 
composite is initially formed from a silicon compact, 
the heating is preferably carried out at 1200 - 14Q0°C 
for 72 - 200 hours depending upon the temperature used. 

The invention also provides a sintered ceramic body 
roadB in accordance^ uith the aforesaid method. 

It is believed that the ceramic body of the 
invention includes silicon nitride and analysis of 
the microstructure of the product has shoun the 
presence of a metallic phase, which appears to be a 
metal silicide, but this is not believed to be a 
_ reaction product of oxygen and a metal derived from 
the sintering aid. 

The follouing are examples of the invention given 
by uay of example only and not by uay of limitation. 
Example 1 

Composition \j% 



Silicon Nitride 



86.5 



Yttrium Oxide 



10.0 



Magnesium Oxide 



2.0 



Chromic Oxide 



1.5 



The silicon nitride and oxide 



s uere blended 
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intimately by milling in an attrition mill using 2.0mm 
diameter zirconia grinding media and anhydrous ethanol 
as the dispersing fluid. The milling time uas 30 
minutes at 1000 rpm. 

The resulting slurry uas filtered to remove the 
grinding media, dried, crushed and sieved to give 
granules of not greater than 250 pm. Test pieces 
uera obtained by isostatic pressing in latex rubber 
tooling and firing^uas performed at 1600°C uith the 
specimen immersed in a pouder bed composed of 50% 
silicon nitride, 40% boron nitride and 10% magnesium 
oxide the uhole being contained in a boron nitride 
crucible. The furnace had a molybdenum sheet heater 
and operated in an atmosphere of nitrogen (90%) plus 
hydrogen (10%). After firing to 1600°C for 30 minutes 
a relative density of 3.18 uas obtained. The micro- 
structure shoued the presence of a metallic phase. 
The strength at room temperature on machined bars of 
this composition uas 600 Pa, and at 1200°C, 350 Pa. 
The oxygen content of the body uas 5% by ueight. 
Example 2 

Composition u r£ » 

Silicon Nitride 84.75 
Yttrium Oxide 10 
flagnesium Oxide 2 
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Chromium Oxide 1 # 5 

Silica 1.75 

The composition uas mixed in an attrition mill 

using absolute alcohol as the milling vehicle. 

5 Compacts were produced by isostatic pressing and uere 

sintered at 1700°C for tuo hours in a powder bed of 

50% silicon nitride, 4Q% boron nitride and 10/S magnesia. 

The firing uas carried out in a substantially pure 

nitrogen atmosphere, 

10 Mechanical Properties Relative Density 3.10 - 3.20 

Modulus of Rupture Room Temp. 710 

1250°C 470 r. 

Uiebull Modulus (Room Temp.) 12.0 

The oxygen content of the sintered body uas S*5% by weight 
Example 3 

15 

Composition u% 
Silicon (metal) 72.3 
Yttrium Oxide 16.6 
Magnesium Oxide 4.8 
Tungsten Oxide 4.8 
20 Silica 1.5 

The composition uas mixed by attrition milling using 
absolute alcohol as the milling vehicle. Compacts uere 
produced by isostatic pressing, and heated in nitrogen, 
in a nitrogen demand furnacB, (i.e. a furnace uhich is 
25 controlled to some extent in its heating rate, by the 



reaction of silicon uith nitrogen) to a temperature of 
1400°C to produce a reaction bonded silicon nitride 
composite uhich was then sintered as in Example 2. 
Mechanical Property Modulus of Rupture (Room Temp.) 516 MP, 

Uiebull Modulus 17<5 
The oxygen content of the composite uas 5.5* by weight. 

Various modifications may be made uithout departing 
from the scope of the invention. For example other 
compounds or elements may be included in the sinter 
composition. The temperature, atmosphere and sintering 
time may be chosen to suit the mixture being sintered. 
Where the body is produced from a mixture of silicon 
nitride pouder and one or more of the aforesaid sintering 
aids it is desirable, but not essential, that the 
sintering is carried out in an oxygen-free atmosphere but 
the atmosphere need not contain nitrogen. Where the 
body is produced by pre-heating of a compact of silicon 
and one or more of the aforesaid sintering aids the pre- 
heating must be carried out in a nitrogen-containing or 
nitrogen-generating atmosphere to produce the silicon 
nitride composite. 
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Claims : 

1 # A method of making a ceramic body characterised 
by sintering a compact containing silicon nitride and 
one or more oxidB sintering aids selected From the 
group comprising thB .oxides of magnesium, yttrium, 
chromium, molybdenum, iron, manganese, tungsten, 
cobalt, vanadium, uranium, nickel, titanium, hafnium, 
zirconium, niobium and tantalum. 

2. A method as claimed in claim 1, characterised in 
that the body is produced by forming a compact from a 
mixture of silicon nitridB pouder and one or more of 
said oxide sintering aids and sintering the compact. 

3. A method as claimed in claim 2, characterised in 
that the sintering aid or aids are present in an amount 
such that the total oxygen present in the sintered body, 
including any oxygen derived from impurities or 
contaminants, is in the range 3-7£ by weight. 

4. A method as claimed in claim 1, characterised in 
that the body is produced by forming a compact from a 
mixture, of silicon end one or more of said sintering 
aids, heat treating the compact in a nitrogen containing 
atmosphere to produce a reaction-bonded silicon nitride 
composite and sintering the composite. 



5. A mBthod as claimed in claim 4, characterised in 
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that the sintering aid or aids are present in an amount 
such that the total oxygen present in the silicon nitride 
composite, including any oxygen derived from impurities 
or contaminants, is in the range 3-7JG by weight. 

6. A method as claimed in claim 4 or 5, . characterised 
in that the hBat treating is carried out at a temperature 
of 1200 - 1400°C. 

7. A method as claimed in claim 4, 5 or 6, character- 
ised in that, the heat treating is carried out for 72 - 
20D hours. 

8. A method as claimed in any preceding claim, 
characterised in that the total amount of sintering aid 
or aids is in the range 0.1-20* by weight. 

9. A method as claimed in any preceding claim 
characterised in that sintering is carried out in a 
substantially oxygen-free atmosphere. 

10. A method as claimed in any preceding claim 
characteriaed in that sintering is carried out in an 
atmosphere of 90* nitrogen and 10* hydrogen by weight.. 

11. A method as clsimed in eny preceding claim 
characterised in that sintering is carried out in a • 
pouder bed composed of silicon nitride, boron nitride 
and magnesium oxide, after formation of the compact 

by pressing or shaping. 

12. A method as claimed in any preceding claim, 
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characterised in that the sintering is carried out at 
a temperature of between 120D°C and 180Q°C. 

13 # A method as claimed in any preceding claim, 
characterised in that the sintering time is in the 
range twenty minutes to five hours. 
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